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ESTIMATION OF ARSENIC IN IRON ORES.
"In testing ores it Is only necessary to place the
ore directly into the retort, and distil at once with
hydrochloric acid and ferrous chloride, taking care to
place a few pieces of firebrick in the vessel, to avoid
the 'jumping' of the liquid.
" If the ore contains much peroxide of manganese,
it is advisable to dissolve it in a separate vessel to
liberate and expel the chlorine, and then to transfer
it into the retort.
"It is quite possible to accurately determine as
small a quantity as 0*002 per cent, arsenic by this
method/' *
* Stead, Iron and Steti Institute Joumalt vol. i., IS95